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A r ARBON-OXYGE N FXECTRICITY-GENERATING UNIT 



field of the Invention 

The present invention relates to electricity-generating units or generators such as fuel 
5 cells or batteries that use carbon as an electrode. In particular, the invention involves units 
comprising a carbon-containing anode, an electrolyte and a solid state cathode. The present 
invention also involves a method for generating electricity with a unit comprismg a carbon- 
containing anode, an electrolyte and a solid state cathode. 

10 Background of the Invention 

Fuel cells are arrangements that convert fuel into electricity via chemical reaction. 

The most common commercially available fuel cells use hydrogen and oxygen as fuel gases. 

Disadvantages of most current systems include the lack of a readily available hydrogen 

source, the bulky apparatus needed to contain hydrogen, and the need for safety precautions 
15 for storing an explosive gas such as hydrogen. Such disadvantages can lead to increased costs 

and can preclude or make difficult the development of some compact, portable and mobile 

applications. 

Using carbon as an electrode and/or fuel for an electricity-generating unit presents 
some unique chaiacteristics over current metal/air, dry cell and wet cell batteries and fuel 

20 cells. Theratiosofvalencenumbertomolecularweightforcarbon,4:12and2:12, are high, 
providing a potential of producing more electrons per unit atomic weight Hydrogen is the 
only element that is more efiBcient than carbon. Unlike hydrogen, conductive carbon sources, 
such as coal, are abimdant and relatively inexpensive. Carbon materials can be fashioned in a 
variety of shapes that allow for compact designs for mobile applications. Finally, carbon 

25 presents minimal safety hazards. Carbon, however is chemically inat under moderate 

conditions and must be heated to temperatures of at least 400 '^C to overcome the activation 
energy in a reaction with oxygen. For example, coal and graphite react with air rapidly at 
750°C and 850 °C respectively. 

Patents that disclose the use of carbon as an anode in fuel cells include U.S. Patent 

30 Nos. 460,122 and 5,589,289. U.S. Patent No. 460,122 relates to a process for generating 

electricity by heating carbon or carbonaceous materials to high temperature in the presence of 
an active agent such as a metal oxide or a salt. The carbon and active agent is contained in 
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metal pot which also functions as a cathode. The patent suggests that heating the pot results 
in a reaction between the oxide and carbon to form carbon monoxide and a resultmg electrical 
current. U.S. patent No. 5,589,289 relates to a process for synthesizing a carbon anode. An 
aromatic organic monomer is subjected to condensation and reduction reactions at high 
temperature to yield an amorphous carbon material that displays charge and discharge 
characteristics. The carbon anode has applications for a rechargeable electrochemical cell. 

There remains a need to develop more energy efficient electricity generating units that 
provide a greater electrical output over known products, allow a more compact design for 
greater mobility, are easy to construct and are safe to use. Accordingly, an object of the 
present invention is the provision of an electricity generating unit that exhibit improvements 
such as these, A method and apparatus for generating electricity with a carbon-anode-based 
unit are also disclosed. 

Summary of the Invention 

The present invention relates to an electricity generating unit with a carbon and 
oxygen fuel sources for generating electricity and a method for generating electricity with this 
unit. 

One aspect of the invention provides a unit for generating electricity using carbon and 
oxygen as fuel sources. The unit comprises a carbon-containing anode, an electrolyte in 
contact with the anode at a first contact surface area and a solid state cathode in contact with 
the electrolyte at a second contact lEfurface area. The cathode reduces oxygen, Oj, to oxygen 
anions, CP", and the electrolyte allows passage of oxygen anions to the anode. The unit is 
operable at a temperature of between 400 X and 2000 ''C and generates an electrical output 
of at least 1 mW cm'^ of the second contact surface area 

Another aspect of the mvention provides a unit comprising a carbon-containing anode, 
an electrolyte in contact with tiie anode at a first contact surface area and a solid state cathode 
in contact with the electrolyte at a second contact surface area. The unit is constructed and 
arranged to be continuously operable for at least about 10 hours. 

The carbon-containing anode used preferably has a resistivity of between about 1 0** 
ohm-cm and about 100 ohm-cm. The anode is sohd or in particle form and is preferably 
selected from the group consisting of graphite, quasi-graphite, coal, coke, charcoal, fullerene, 
buckminsterfullerene, carbon black, activated carbon, decolori2dng carbon and mixtures 
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thereof. 

The invention preferably provides a solid state electrolyte having a dimension 
therethrough fiom a first contact surface area adjacent to an anode to a second contact surface 
area adjacent to a cathode of between about 1 urn and 1000 ^im, preferably between about 1 
Jim and 600 \im and more preferably between about 1 ^m and 1 00 jim. Where the electrolyte 
is a solid layer, the dunension is preferably between about 1 ^m and about 1000 tun, 
preferably between about 1 ^m and 600 \im and more preferably between about 1 jim and 100 
urn. The electrolyte most preferably has a formula (Zr02)b(Hf02)a(M'uOvX(Y203)d(M%Oy)e 
where a is from 0 to about 0.2, b is from 0 to about 1.0, c is from 0 to about 1.0, d is from 0 to 
about 0.5, e is from 0 to about 0. 1 5 and at least one of a, b, c, d and e is greater than zero, u is 
from about 0.2 to about 2.0, v is from about 0.2 to about 2.0, x is an integer greater than 0 and 
less than or equal to 2, y is an integer greater than 0 and less than or equal to 3, and M (i.e., M' 
or M*) is selected from the group consisting of manganese, iron, cobalt, nickel, copper, zinc, 
calcium, cerium, gadolinium, bismuth, samarium, tungsten and thorium. 

In one embodiment, the electrolyte has a melting temperature of between about 300 
""C and 2000 **C. Thus, in this embodiment, the electrolyte can be a molten electrolyte under 
the operating conditions of the unit The electrolyte can be selected fit)m the group consisting 
of a metal carbonate, a metal oxide, a plurality of metal carbonates, a plurality of metal oxides 
and mixtures thereof. 

The solid state cathode of this invention preferably has an oxygen ionization rate of 
between about lO"* g s ' cm-^ and about 10*^ g s '-cm l The cathode also has an electrical 
resistivity of between about 10'^ ohm-cm to about 100 ohm-cm. The cathode is preferably 
selected from the group consisting of a metal, a metal oxide, a plurality of metal oxides and 
mbctures thereof The solid state cathode preferably has a formula La^MUyAACcOd ^ere A 
is an alkaline earth metal, B is selected fit)m the group consisting of scandium, yttrium and a 
lanthanide metal (e.g., cerium, samarium, gadolinium, erbium), C is selected from the group 
consisting of titanixmi, vanadium, chromium, iron, cobalt, nickel, copper, zinc, zirconium, 
bismuth, hafiiium, aluminum and antimony, x is from 0 to about 1 .05, y is from 0 to about 1, a 
is from 0 to about 0.5, b is fit)m 0 to about 0.5, c is from 0 to about 0.5 and d is between about 
1 and about 5 so that an oxide is always present, and at least one of x, y, a, b and c is greater 
than zero. The solid state cathode may also have a formula Li^Mj.xO where M is a metal 
selected from the group consisting of nickel and cobalt and x is from 0 to about 0.25. 
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In another aspect of the invention, a method is provided for generating electricity in a 
unit having a carbon-containing anode. The method comprises the steps of providing a 
carbon-containing anode, an electrolyte in contact with the carbon-containing anode at a first 
contact surface area and a solid state cathode in contact with the electrolyte at a second 
contact surface area An oxygen-containing gas flow is directed to the cathode and the unit is 
heated to a temperature of between about 400 and about 2000 **C to produce an electrical 
output of at least about 1 mW cm"^ of the second contact surface area. 

Other advantages, novel features, and objects of the invention will become apparent 
jfrom the following detailed description of the invention when considered in conjunction with 
the accompanying drawings, which are schematic and which are not intended to be drawn to 
scale. In the figures, each identical or nearly identical component that is illustrated in various 
figures is represented by a single numeral. For purposes of clarity, not every component is 
labeled in every figure, nor is every component of each embodiment of the invention shown 
where illustration is not necessary to allow those of ordinary skill in the art to understand the 
invention. 

Brief Description of the Drawings 

Fig. 1 shows a semidiagramatic, cross-sectional view of an embodiment of an 
electricity generating unit having a solid state electrolyte; 

Fig. 2 shows a top, front perspective view of an embodiment of a solid state electrolyte 
and a solid state cathode in a flat or planar arrangement; 

Fig. 3 shows a top, front perspective view of an embodiment of a solid state electrolyte 
and a solid state cathode m a tubular arrangement; 

Fig. 4 shows a top, fix)nt perspective view of an embodiment of a soUd state electrolyte 
and a solid state cathode with a supporting substrate in a flat or planar arrangement; 

Fig. 5 shows a top, front perspective view of an embodiment of a soUd state electrolyte 
and a solid state cathode with a supporting substrate in a tubular arrangement; 

Fig. 6 shows a semidiagramatic, cross-sectional view of an embodiment of an 
electricity generating unit having a molten electrolyte; and 

Fig. 7 shows a semidiagramatic, cross-sectional view of an embodiment of an 
electricity generating unit 
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Detailed De scription 

Fig. 1 shows a semidiagramatic, cross-sectional view of an embodiment of an 
electricity-generating unit 10 of the invention. Unit 10 comprises an anodic section 12 and a 
cathodic section 14. An electrolyte 1 8 contacts both the anodic section 12 and the cathodic 
section 14. The anodic section 12 contains a carbon-containing anode 16 at one end, springs 
32 and 33, a metal wire lead 34 connected to spring 32 and an inert gas flow from a gas pipe 
30. The anode 16, coil springs 32 and 33 and inert gas flow from gas pipe 30 are enclosed 
within a cylindrical anodic casing 26 and a cap 3 1 . The cathodic section 1 4 contains a 
cylindrical planar disk cathode 20 at one end, a metal wire lead 36 connected to the cathode 
20 and a source of an oxygen-containing gas for exposure to the cathode, specifically, a flow 
of an oxygen-containing gas from gas pipe 38 directed towards the cathode 20. Cathode 20, 
metal wire lead 36 and oxygen-containing gas flow pipe 38 are enclosed within a cylindrical 
cathodic casing 28. The electricity generating unit 10 can be any source of electricity that 
uses a carbon-containing electrode, such as a fuel cell where carbon is a fuel source, or a 
battery such as a high power density battery. 

The anodic casing 26 shown in Fig. 1 is cylindrical having a longitudinal axis and a 
circular base. The base, however can have any closed shape such as a square, rectangular or 
oval. The anode 16 lies at one end of the anodic casing 26 and the anodic casing 26 is 
structured for positioning the anode 16 in contact with the electrolyte 18 at a first contact 
surface area 22. Preferably the anodic casing 26 has a similar base shape and base dimension 
to facilitate connection of the anodic section 12 vwth the electrolyte through gold gaskets 27. 
The material for the anodic casing 26 is preferably alumina although other cylindrical inert 
temperature-resistant materials can be used. 

The carbon-containing anode 16 can be a solid or in particulate form. When the anode 
16 is in particulate form, a casing also serves to compact the particulate matter against the 
electrolyte 1 8 at the first contact surface area 22, increasing the first contact surface area 22. 
Accordingly, power output increases with an increase in the first contact surface area 22 
between anode 1 6 and electrolyte 1 8. In one embodiment, the unit is c£q>able of a voltage of 
at least about 0.1 volts (V), more preferably at least about 0.5 V, and even more preferably at 
least about 1.0 V. This increase in first contact surface area 22 may be aided with an urging 
device to increase the first contact surface 22, such as spring 32 in the embodiment of Fig. 1. 
Other urging devices include a mechanical device, an electromagnetic device, an electrical 
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device, a centrifiigal device, a gravitational device and a hydraulic and pneumatic device. 
Examples of urging devices include a clamp, a spring, a stepping motor, a relay and a magnet 
Spring 32 is situated within the anodic casing 26 and is aligned parallel to the longitudinal 
axis. At one end of spring 32 is a flat surface 35 (area of 0.3 cm^ in one embodiment) 

5 perpendicular to the longitudinal axis which contacts the particulate anode 1 6. Preferably the 
spring 32 has a force constant of at least 1 psi. A metal wire lead 34 may be connected to 
spring 32. In this case, spring 32 preferably has a resistivity at least equal to that of the anode. 
When the anode is a solid such as a solid block or several solid blocks, the metal wire lead 34 
may be connected to the anode directly. Cap 3 1 is held in a fixed position, and another spring 

10 33, positioned under cap 31, keeps a tight seal around the gold gasket or ceranwc adhesive 
(alumina and zirconia) 27, the casing 26, which also has a fixed position, and the electrolyte 
18. 

The carbon-contaming anode 16 is a conductive carbon having a resistivity of ftom 
about 10"^ ohm-cm to about 100 ohm-cm; preferably the resistivity is Srom about 10-^ ohm-cm 

15 to about lO"^ ohm-cm. The carbon-containing anode may be selected fi*om the group 

consisting of graphite, quasi-graphite, coal, coke, charcoal, fiillerene, buckminsterfiillerene, 
carbon black, activated carbon, decolorizing carbon, and mixtures thereof Quasi-gr2q)hite is a 
particulate carbon in which the carbon-carbon bonds, having lengths ranging firom 1 .33 A to 
1.40 A, are slightly longer than carbon-carbon bonds in graphite which have a length of 1 .32 

20 A. Carbon black includes several forms of artificially prepared carbon or charcoal. Examples 
include animal charcoal obtained by charring bones, meat and blood; gas black, finnace black, 
channel black and conductive black, obtained by incomplete combustion of xiatural gas, 
acetylene gas, oils and other hydrocarbons; lamp black obtained by burning various fats, oils 
and resins, and activated charcoal such as CarbomixPenn, Carboraffin, MedicoalLundbeck, 

25 and Norit, and other carbons, prepared firom wood and other natural biomass; and glassy 
carbon. One particular example is electrically conductive carbon black, obtained as Black 
Pearl manufactured by Cabot Corp., Boston, MA. 

Also included within the anodic section 12 is an inert gas provided through a gas pipe 
30 which fimctions to isolate the anode firom the surrounding environment. Because the 

30 electricity-generating unit 10 is designed to operate at a temperature of at least about 400 "^C, 
exposing a hot, carbon surface to air in the environment may result in oxidation of the anode, 
which consequently wastes fiiel. In Fig. 1 , the inert gas flow pipe 30 is directed towards the 
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anode and the inert gas may be selected from the group consisting of nitrogen, helium, argon, 
neon, kiypton, nitrogen oxides, sulfur oxides, water vapor, exhaust gases formed during 
operation of the unit such as carbon dioxide and carbon monoxide, and mixtures thereof. 

The cathodic casing 28 shown in Fig. 1 is cylindrical having a longitudinal axis and a 

5 circular base. The base, however can have any closed shape such as a square, rectangular or 
oval. Cathodic casing 28 is structured for positioning the cathode 20 in contact with the 
electrolyte 1 8 at a second contact surface area 24. Preferably the cathodic casing 28 has a 
similar base shape and base dimension to facilitate connection of the cathodic section 14 with 
the electrolyte 1 8 through gold gaskets 27. The material for the cathodic casing 28 is 

10 preferably alumina although other cylindrical inert temperature-resistant materials can be 
used. 

Power output increases with an increase in the second contact surface area 24 which 
can be optimized when a substantially planar cathode 20 contacts a substantially planar 
electrolyte 1 8, as shown in Fig. 1 . When both the electrolyte 1 8 and cathode 20 are layers, 

15 they can either have a flat or planar arrangement as shown in Fig. 2 or a tubular arrangement 
as shown in Fig. 3. The cathode has a thickness from the contact area with the electrolyte on 
one side of the cathode to a second side of the cathode exposed to oxygen, where the thickness 
is at least about 1 ^m. The second contact surface area 24 increases substantially when 
electrolyte 1 8 is deposited onto the cathode 20 at the second contact surface area 24 by a 

20 method selected from the group consisting of screen-printing, painting, spraying, dippmg, 
pressing, ion deposition, electrochemical v^r deposition, electron beam evaporation, green 
tape and sintering, plasma deposition, laser deposition and thermal deposition. This increase 
in second contact surface area 24 is achieved because of the intimate contact obtained at the 
interface between the cathode and electrolyte (the second contact surface area) using these 

25 methods. 

The cathode 20 ionizes oxygen, O2, to oxygen anions, O^', at an oxygen ionization 
rate. The "oxygen ionization rate" is defined as a weight of oxygen ionized per unit time 
passing through a contact surface area (e.g., the second contact surface area 24 of Fig. 1). 
Preferably, the cathode 20 has an oxygen ionization rate of between about 10'* g s'^ cm*^ and 
30 about 10'^ g s ' cm'^. More preferably, the oxygen ionization rate is between about 5 x 
10^ g s ' cm*^ and about 10"^ g s '-cm"^. 

The cathode 20 is constructed of material that can withstand operating temperatures of 
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at least about 400 °C and has an electrical resistivity of between about 10"^ ohm-cm and about 
100 ohm-cm. Preferably, the cathode 20 may be selected from the group consisting of a 
metal, a metal oxide, a plurality of metal oxides and mixtures thereof. The metal is defined as 
a solid at a temperature of at least about 400^0 and which retains inherent conductivity when 
exposed to oxygen at temperatures of at least about 400**C. The metal can be selected from 
the group consisting of platinum, palladium, gold, silver, steel, copper, nickel, cobalt, 
titanium, vanadium, chromium, iron, zirconium, rhodium, osmiiun and mixtures thereof. 
Alternatively, the soUd state cathode can be a ceramic material having a formula 
La^MnyAaBbCA where A is an alkaline earth metal, B is selected from the group consisting 
of scandium, yttrium and a lanthanide metal (e.g., cerium, samarium, erbium, gadolinium), C 
is selected from the group consisting of titanixrai, vanadiiun, chromium, iron, cobalt, nickel, 
copper, zinc, zirconium, bismuth, hafiiium, aluminum and antimony. An appropriate number 
of oxygen anions are required to counteract the positive charge on the metal ions to result in a 
neutrally-charged La^MnyAaBbCcOd species. Because a metal is always present in the 
fonnvda, at least one of x, y, a, b and c is greater than zero where x is from 0 to about 1.05, y 
is fit)m 0 to about 1 , a is from 0 to about 0.5, b is from 0 to about 0.5, and c is from 0 to about 
0.5. Oxide is always present in the formula, and d is between about 1 and about 5. Examples 
of solid state cathodes include LaMnOa, Lao.84Sroj6Mn03» Lao.84Cao.i6Mn03, Lao g4Bao.i6Mn03, 
Lao^sSrojsMnogCoo^Oa, Lao.79Sro.i6M%85Coo.,503, Lao.84Srai6Mno.8Nioa03, 
Lao,84Sro.,6Mno.8Feo:203, Lao.84Srai6Mno.8Ceo^03, Lao.84Srai6Mno.8Mgo^03, 
Lao.84Sro.,6Mno.8Cro:i03, Lao^ftSrojiMncgAlo^Oj, Lao^ScojeMnOa, and Lao.84Yo.,6Mn03. Cathode 
materials can also be a physical mixture of La^MnyA^BbCeOd and another ceramic preferably 
having a formula (Zr02)(Hf02)„(Y203)f \^ere e is fix)m 0 to about 0.2 and f is fix)m 0 to about 
0.5. Preferably, the mixture has a ratio from 1 : 0 to about 1 :2. For example a physical blends 
of Lao.84Sro.,6Mn03, with (Zr02)(Hf02)o.o2(Y203W can be prepared at a ratio from 1 :0 to about 
1 :2, The physical blend is prepared by grinding the mixture with a mortar and pestle. The 
physical blend can also contain binding reagents such as water, polyols, polyesters, 
polysaccharides (starch), and polymers/solvents. All the metal oxide materials that make up 
the cathode are preferably subjected to a sintering step at temperatures of at least about 
500'*C- Upon suitering, the bmder bums oflF. 

The solid state cathode may also have a formula U^Ml^O where M is nickel or cobalt 
and X is from 0 to about 0.25. The solid state cathode can also be Cr203. 
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Referring to Figs. 4 and 5, the solid state cathode may be positioned against a substrate 
42 which functions to enhance cathode strength and prevent peeling of the cathode. The 
substrate 42 is in contact with the cathode at a surface 44 opposite the second contact surface 
area 24, as shown in Figs. 4 and 5. The substrate is porous to oxygen, stable at operating 
temperatures of at least about 400 "^C and can be selected from the group consisting of AI2O3, 
TiOj, ZrOa, zirconia stabilized by CaO, zirconia stabilized by Y2O3 and any of the cathode 
materials described previously. 

Cathodic section 14 may also include an oxygen-containing gas flow pipe for directing 
an oxygen-containing gas flow toward the cathode 20. In Fig. 1 , the oxygen-containing gas 
flow comprises a gas pipe 38 and a source of oxygen gas. Oxygen can also be supplied to the 
cathode simply by operating the unit in the air, which has an oxygen content of 23%. Air can 
also be directed towards the cathode at a flow rate of from 0 mL/min per Watt to about 2000 
mL/min per Watt. The air pressure can range from about 0.01 atmospheres (atm) to about 
1000 atm. EfiBciency can be increased as the oxygen content increases. The oxygen- 
containing gas flow can have an oxygen content of between about 0. 1% to about 100%. A 
metal wire lead 36 may be connected to the cathode 20. 

The electrolyte 18 interfaces anode 16 and cathode 20. In Fig. 1, the electrolyte 18 is a 
solid state electrolyte which may be selected from the group consisting of a metal oxide and a 
plurality of metal oxides. The electrolyte is capable of oxygen ion conductivity. Preferably, 
at operational temperatures of about 400*'C to about 2000°C, the electrolyte has an oxygen 
ion conductivity of at least about 0.001 S/cm, more preferably at least about 0.1 S/cm, even 
more preferably at least about 1.0 S/cm and more preferably still at least about 10 S/cm. 
Oxygen ion conductivity of solid state materials can be measured by standard methods known 
in the art 

The solid state electrolytes used are preferably ceramic materials. In one 
embodiment, the ceramic has a formula (ZrO2)(HfO2)„(M'A)c(Y203)d(M%0y)c where a is 
from 0 to about 0.2, b is from 0 to about 1.0, c is from 0 to about 1.0, d is from 0 to about 0.5, 
e is from 0 to 0. 1 5 and at least one of a, b, c, d or e is greater than zero. M (i.e. M' or M*) is 
selected from a group of divalent, trivalent or tetravalent metals consisting of manganese, 
iron, cobalt, nickel, copper, zinc, cerium, gadolimium, thorium, calcium, samarium, bismuth 
and tungsten. An appropriate number of oxygen anions are required to counteract the positive 
charge on the metal ions to give a neutrally-charged M^Oy species. When c is greater than 0, u 
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and V can be the same or different and each is from about 0.2 to about 2.0. When e is greater 
than 0, X and y are integers greater than zero in which x is less than or equal to 2 and y is less 
than or equal to 3. One example of an electrolyte is ZrOj, in which all of a, c, d and e equal 
zero and b = 1 . Other examples of electrolytes include (ZjrOzXYjOaVos* 

5 (Zr02)(Hf02)o.o2(Y203)o.o8, (Zr02)(Hf02)o.o2(Y203)o.o5, (ZrOaXY^OakosCFeoOBkos, 

(ZrOJCY^OaWCCoOW, (Zr02)(Y203)o,o8(ZnO)o.o5, (ZrOaXY^OaWCNiOW, (ZrOiX 
(Ce02)o.8(GdO, -5)0^, (Zr02)o.g7(CaO)a,3, (ZrO^XYjOaWCCuO^.os, and 
(Zr02)(Y203)o.o8(MnO)o.o5. Electrolyte green tape may also be used, formed from a blend of 
(Zr02)b(HfD2)a(M'„Ov)c(Y203)d(M%Oy)e combined with a binder containing a maximum of 

10 80% of at least one binder such as polymers/solvents, water, polyols, polyesters and 

polysaccharides. All the metal oxide materials that make up the electrolyte are preferably 
subjected to a sintering step at temperatures of at least 500 "^C. Upon sintering, the binder 
bums off. 

The electrolyte may be a molten electrolyte, preferably having a melting temperature 

15 of between about 300 "^C and 2000 °C. The electrolyte may be selected from the group 

consisting of metal carbonate, metal oxide, a plurality of metal carbonates, a plurality of metal 
oxides and mixtures thereof Examples of molten electrolytes include lithium carbonate, 
sodium carbonate, potassiimi carbonate, strontium carbonate, bariimi carbonate, magnesium 
carbonate, calcium carbonate, beryllium carbonate, cesium carbonate, rubidium carbonate, 

20 PbCl2-2PbO, PbO, Bi203, BijOj, molybdenum oxide, CsjO, CS2O3, Sb203, Sb204, SbjOj, CuO, 
CUO2, Ge02, GeO, lithium oxide, palladium oxide, KjO, KO2, Na02, NajOa, RhOj, Rb203, 
Rb202, SnO, Sn02, teUurium oxide, TI2O, TI2O3, vanadium oxide, AS4O6, AS2O5, InjO, ln203, 
and mixtures thereof 

Fig. 6 shows a semidiagramatic, cross-sectional view of an embodiment of an 

25 electricity generating unit 50 having a molten electrolyte 56, a solid state cathode 52 and a 
carbon-containing anode 54. The electrolyte 56 is contained within a ceramic housing 68. 
Cathode 52 and anode 54 are partially immersed in electrolyte 56. Fig. 6 shows a solid anode 
54. The anode 54 may also be in particulate form that would be positioned within a casing 
before immersion into electrolyte 56. The casing is constructed such that molten electrolyte 

30 can enter the casing to contact the particulate anode material while preventing the flow of 

particulate material out into the molten electrolyte. Preferably an oxygen-containing gas flow 
is bubbled into the electrolyte from inlet 66. Inlet 66 is situated to be in the closest possible 
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proximity to cathode 52 to minimize the distance that the oxygen must travel to reach cathode 
52. Oxidant gases may exit the unit at outlets 58 and 60. Outlets 58 and 60 are preferably 
situated at an end of the ceramic housing 68 opposite inlet 66 to allow oxygen to flow 
throughout the length of the cathode 52 and maximize the use of the cathode surface. A 
separator 59 allows most of the oxidant gases to exit through outlet 58 to prevent contacting 
anode 54, causing oxidation of anode 54. Exhaustive gases such as carbon dioxide and carbon 
monoxide can also exit through outlets 58 and 60. With separator 59, most of the exhaustive 
gases exit through outlet 60. Fig, 6 also shows a heater 62 surrounding the ceramic housing 
68 to heat the unit 50 to operating temperatures of at least 400 **C. The heater may also 
partially surround the ceramic housing 68 or heat a surface or a portion of a surface of the 
ceramic housing 68. The heater may be an external electric heater. The heater can also 
comprise burning the carbon monoxide exhaust gas or heating carbon anode 54 itself. 

Fig. 7 shows another example of an electricity generating unit 10 having a solid 
carbon-containing anode 16, cathode 20 and solid-state electrolyte 18. Fig. 7 differs from Fig. 
1 in that the cathode 20 and electrolyte 1 8 can be urged toward carbon-containing anode 16 by 
urging means, such as a spring 33 positioned under cap 3 1 . Of course, any type of urging 
means can be contemplated. For example, a weight can be applied on casing 26 and a force, 
e.g., gravity, can be made to act upon the weight to urge electrolyte 18 into maximal contact 
with carbon-containing anode 16. Or a clamp can be used to continuously urge the electrolyte 
1 8 towards the carbon-containmg anode 16. Other urging means can involved 
electromagnetic force, centrifugal force, hydraulic and pneumatic forces and other mechanical 
or electrical forces. 

The arrangement shown in Fig. 7 has advantageous features, in particular where 
carbon-containing anode 16 comprises a particle form or a solid block or blocks of carbon. 
During operation of the unit 10, solid carbon immediately surrounding electrolyte 18 is 
consumed over a period of time, resultmg in a gap 41 between portions of anode 16 and 
electrolyte 1 8. Formation of gap 41 can reduce the first contact surface area 22 resulting m a 
decrease of the power output. By the arrangement of Fig. 7, the volume of gap 41 can be 
substantially reduced by urging electrolyte 1 8 towards carbon-containing anode 1 6, to 
maximize the first contact surface area 22. 

It has been discovered that the advantageous features provided by the arrangement of 
Fig. 7 results in an electricity generating unit that is constructed and arranged to be 
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continuously operable for at least about 10 hours (h), more preferably at least about 25 h, even 
more preferably at least about 50 h, and even more preferably still at least about 100 h. An 
electricity generating unit having the ability to be continuously operable for such extended 
periods of time can have a wide variety of applications as either a fuel cell or a battery. 

5 Another aspect of the present invention provides a method for generating electricity in 

an electricity generating unit 10. The method comprises the steps of providing a carbon- 
containing anode 1 6, an electrolyte 1 8 in contact with the carbon-containing anode 1 6 at a first 
contact surfece area 22 and a solid state cathode 20 in contact vrith the electrolyte 1 8 at a 
second contact surface area 24, as exemplified in Fig. 1 . Oxygen is directed towards the 

10 cathode and the unit 10 is heated to temperatures between about 400 °C and about 2000 °C to 
cause electricity to be generated. 

The method includes a step of directing an oxygen-containing gas flow towards the 
cathode. 

The oxygen-containing gas flow provides oxygen to the cathode where oxygen is 
1 5 ionized to oxygen ions, according to the electrochemical half reaction shown in eq. 1 : 

y202 + 2e-->02- (1) 



Preferably, the cathode ionizes oxygen, O2 to oxygen anions, O^*. Preferably, the cathode has 
20 an oxygen ionization rate of between about 10"* g s ' cm'^ and about 10*^ g s ' -cm'^. More 
preferably, the oxygen ionization rate is between about 5x10'* g s'^ cm*^ and about 
10^g-s'*-cm*^ Oxygen anions can be released firom the cathode to the electrolyte ^;^dlich 
interfeces the cathode. The electrolyte preferably allows the conduction of ions between the 
cathode and anode, such as the passage of oxygen anions to the anode. In Fig. 1 the 
25 electrolyte 1 8 is a solid state electrolyte. The solid state electrolyte can be selected from the 
group consisting ofa metal oxide and a plurality of metal oxides. It is known thiat ions can 
move through a metal oxide by several mechanisms. For example, the metal ions and oxygen 
ions ofa metal oxide can be roughly viewed as spheres that are packed in a regular array, 
leaving intrinsic channels and tunnels that provide passageways for ions. Moreover, metal 
30 oxides are not perfect solids in that they contain defects or holes. An ion can move fix)m one 
site to a hole, leaving another hole in its wake that can be potentially occupied by another ioiL 
Zirconia (ZrOz), hafiiia (HfOj), yttrium-stabilized zirconia and yttrium-stabilized hafinda are 
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commonly known as effective oxygen anion conducting materials. Moreover, substituting 
tetravalent zirconium ions, Zr^"^, in the crystal lattice with metal ions having valence numbers 
of less than four reduces a required number of oxygen anions in the lattice to achieve chaise 
neutrality. Consequently, such doped materials have extra oxygen anion vacancies in the 
5 crystal lattice. 

EfBciency increases when ions travel a smaller distance through the solid state 
electrolyte. Cell eflHciency is optimized as a dimension between the first contact surface area 
and the second contact area is minimized. The electrolyte is a substantially planar material 
and a dimension fix)m the first contact area to the second contact area is between about 1 ^m 

10 to about 1000 urn, preferably between about 1 \im and about 600 ^un and more preferably 
between about 1 \xm and about 100 fim. 

Ionic mobility in a solid is relatively low compared to ionic mobility in a molten state 
medium. Preferably, the electrolyte is a molten state electrolyte m which tiie electrolyte has a 
melting point of between about 300 ''C and 2000 °C. 

15 The method also comprises using carbon as a fuel source, wherein the carbon fuel 

source also acts as an anode and undergoes a first electrochemical half reaction as shown in 
eq. 2 when allowed to react with a sufBcient amount of oxygen anions: 



20 



25 



C -►C^ + 4e- (2) 

Alternatively, carbon can undergo a second electrochemical half reaction as shown in eq. 3: 

C -►C^^ + 2e- (3) 
C2+^C^- + 2e- (4) 



The reaction of eq. 3 occurs when a small amount of oxygen anions is present, the small 
amount being less than the sufficient amount of oxygen required in eq. 2. The anode can be in 
solid form or in particulate form. AVhen the anode is in particulate form, a device may be 
provided to urge the anode against the electrolyte to increase the second contact surface area. 
30 The device may be a spring or any urging device that uses any one or a combination of 
gravitational force, electromagnetic force, electrical force, centrifugal force, hydraxilic and 
pneumatic forces and any other mechanical forces. Examples of electrical devices include 
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motors such as stepping motors. Examples of electromagnetic devices include relays and 
m^ets. It is known that power output increases as the second contact surface area increases. 

The method includes the step of heating the electricity generatmg unit to temperatures 
between about 400 °C and about 2000 preferably between about 700 °C and about 

5 1200**C. There exists a high activation energy barrier in a reaction between carbon or any 
carbon cation with oxygen anions to yield products such as carbon monoxide or carbon 
dioxide. The energy to overcome the activation energy barrier may be supplied as heat 
energy. Fig. 1 shows a heater 40 sxirrounding the anodic casing 26 and cathodic casing 28. 
The heater 40 may also surround a portion of both the anodic casing 26 and cathodic casing 

1 0 28 that includes anode 1 6, electrolyte 1 8 and cathode 20, or the heater 40 may contact a 
portion of a surface of anodic casing 26 and cathodic casing 28 that includes anode 16, 
electrolyte 18 and cathode 20. The heater may be an external electric heater. The heater can 
also comprise burning the carbon monoxide exhaust gas, any fuel or heating the carbon anode 
20 itself. The heater is capable of heatmg the unit to a temperature of between about 400 ^'C 

15 and about 2000 **C. Preferably the heater heats the unit at a temperature of between about 700 
X and about 1200 °C. 

In one embodiment, the interface between the electrode and the anode has a layer of a 
metal that can fimction as a catalyst to catalyze a reaction between carbon or any carbon 
cation with oxygen anions. Referring back to Fig. 1 , the metal layer can be positioned on the 

20 first contact surface area 22. Preferably, the metal is unreactive towards the carbon anode 
itself. Examples ofsuch metals mclude platinum, rhodium and palladium. By this 
embodunent, it is believed that the addition of a metal catalyst can increase an electrical 
output of the imit as well as increasing the reaction rate between a carbon-based species and 
oxygen anions. Preferably, the metal layer has a thickness of less than about 5000 jun, more 

25 preferably less than about 1 000 jim and more preferably less than about 1 0 jim. 

In Fig. 1, metal wire leads 34 and 36 are provided. Metal wire lead 36 is directly 
connected to the cathode 20 and metal wire lead 34 is connected to the spring 32 which has a 
sur&ce 35 to contact the anode 1 6. Where the spring 32 also functions as a current collector, 
preferably, the spring 32 has a resistivity which is at least equal to that of the anode 1 6. When 

30 the anode is a solid, the spring 32 may be coimected directly to the anode. The metal wire 
leads 34 and 36 may be selected firom the group consisting of platinum, copper, silver, steel, 
conductive ceramics and metal oxides, and graphite. When one end of each metal wire lead is 
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connected to the anode or cathode, the other end may be connected to a load. At a 
temperature of at least 400 **C, the imit 10 provides an electrical output of at least 1 mW cm"^ 
of the second contact surface area, preferably of from about 1 mWcm'^ to about 5000 
raW'cm'^ of the second contact surfece area, more preferably of from about 10 mWcm'^ to 

5 about 5000 mW cm*^ of the second contact surface area and more preferably still of from 
about 100 mW cm*^ to about 5000 mW cm'^ of the second contact surface area. 

The fimction and advantage of these and other embodiments of the present invention 
vwll be more fiilly understood from the examples below. The following examples are 
intended to illustrate the benefits of the present invention, but do not exemplify the fiill scope 

1 0 of the invention. 

Example 1: A La^ «^Srn, ^MnOi. Cathode: 

A cathode material as shown in Fig. 1 was prepared with a spmy dryer. All chemical 
reagents were purchased from Alfa Aesar, Ward Hill, MA. Lanthanum nitrate (hexahydrate, 

15 26.0 g) strontium nitrate (3.4 g) and manganese acetate (tetrahydrate, 24.5 g) were dissolved 
in 150 mL of water to give a molar ratio of 0.84:0.16:1 for La:Sr:Mn. The solution was 
sprayed into a hot chamber to vaporize the volatile components. The residual was then 
sintered at lOOO'^C for one hour to achieve fine unifonn particles having a particle size of 0.01 
- 2 microns. The cathode material was combined with a binder, starch, and pressed into a disk 

20 having a diameter of 1 2.5 mm. 



Example 2: A La. ^^Sr^ i^MnO^ rathode/rZTQOfHf0.^n^fY,O.Vn. Electrolyte CeU: 



A 12.5 mm diameter and 600 \im thick planar cathode disk of Lao.84Sro.j6Mn03 as 
prepared in Example 1 was painted, with a thin layer of slurry containing 
25 (Zr02XHfD2)o.Q2(Y203)o.c>8 (1 .0 g), glycerin (0.5 g) and starch (0.2 g) m 5 mL water and 
sintered at 1 100 °C to form a dense electrolyte having a thickness of 100 \un. 

Exam ple ^: Cathode Materials from Lan ,.Srn , .MnOV(ZTO.)fflfO.) nf»IY^oiJ2kadS 



30 with a mortar and pesde. An amount of 0. 1 8 g of the ground material was used to make a 
12.5 mm and 600 \mi disk by pressmg. The disk was sprayed with (Zr02)CHf02)o.o2(Y203)o.o8 
powder (0.05 g), pressed again and sintered at 1 100 °C for 1 h to form a 120 nm thick planar 




Lao.84Sroj6Mn03 (1.0 g) is combined with (Zr02)(HfD2)o.o2(Y203)o.os (0.1 g) and ground 
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electrolyte. Similar blends can be prepared by combining Lao,g4Sro.,6Mn03 (1.0 g) with 
(Zr02)(HfD2)o.o2(Y203)o.o8 (0-2 g), Lao.84Sro.,^n03 (1.0 g) with (Zr02)(HfD2)o.o2(Y203)o.o8 (0.5 
g), and Lao^SraifiMnOj (1.0 g) with (Zr02)(Hf02)o.o2(Y203)o.o8 (10 g). 

5 Exam ple 4: A Lan TnSr.T.MnO, CathQde/(ZTQ.¥HfD0n».fY.O.)nn. Electrolyte Cell with 
Substrate: 

CaO stabilized zirconia (1 .0 g, 4 wt%), purchased fiom Alfa Aesar, Ward Hill, MA, 
was combined with polysaccharide (0.2 g) and ground with a mortar and pestle to form a 
blend. The blend (0.3 g) was molded and pressed into a 12.5 mm disc. The substrate disc was 
10 sprayed with a thin layer of the cathode material from Example 1 (0.05g), pressed again, fired 
and sintered at 1 000 "^C for one hour. The disc was cooled down and painted with the 
electrolyte material of Example 2 to give a film thickness of 125 ^im and fired and sintered at 
1 100^*0 forth. 

15 Example 5: A Solid State Ele ctrolyte Fuel Cell - 1 

A 12 mm diameter fiiel cell disk fix)m Example 3 consisting of a 200 |am thick 1:1 
Lao.„Sroj6Mn03/(Zi02)(HfD2)o.o2(Y203)o.o8 cathode blend and a 600 ^m thick 
(Zr02)(HfD2)o.o2(Y203)o.o8 electrolyte was used as a cathode/electrolyte cell in the structure of 
Fig. 1 . Carbon black, obtained as Black Pearl from Cabot Corp., Boston, MA was used as the 

20 anode in an amount of 1 .0 g. Platinum wires were connected to the anode and cathode and 
attached to a multimeter. Nitrogen gas was used to blanket the carbon anode at a flow rate of 
2 mL/min. Air was supplied to the cathode at a rate of 10 mL/min. The solid state cathode, 
electrolyte and anode combination was moimted in a structure as shown in Fig. 1 where the 
casings 26 and 28 have an inner diameter of 8 mm. The fuel cell was heated to lOOO'^C to 

25 generate an electric current of 1 0 mW-cm*^ power output with a voltage of 0.362 V. 

Example 6: A Solid State Electrol vte Fuel Cell - 2 

A 12 mm diameter fiiel cell disk from Example 3 consisting of a 200 |im thick 1 :0.25 
I^84S^oJ6^to03/(Zr02)(HfD2)o.o2(Y203)o.o8 cathode blend and a 600 ^im thick 
30 (Zr02)(Hf02)o.o2(Y203)o.o8 electrolyte was used as a cathode/electrolyte cell in the structure of 
Fig. 1 where the casings 26 and 28 have an iimer diameter of 8 mm. Graphite (1 .0 g) obtained 
as TIMREX KS 5-75TT from Timcal America Inc., Ohio, was used as the anode. Platinum 
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wires were connected to the anode and cathode and attached to a multimeter. Nitrogen gas 
was used to blanket the carbon anode at a flow rate of 2 mL/min. Oxygen was supplied to the 
cathode by direct exposure to air. The fuel cell was heated to 800 °C to generate an electric 
current of 2,5 mW-cm"^ power output with a voltage of 0.362 V. At 1019 **C» the fuel cell 
5 generated an electric current of 1 2 mW cm"^ power output with a voltage of 0.44 V. 

Example 7: A Solid State El ectrolyte Fuel Cell - 3 

An 1 1.5 mm fuel cell disk from Example 3 consisting of a 600 \im thick 
Lao wSro ieMnOa cathode and a 120 |im thick (Zr02)(HfD2)o.o2(Y203)o.o8 electrolyte was used as 

10 a cathode/electrolyte cell in the structure of Fig. 1 where the casings 26 and 28 have an iimer 
diameter of 8 mm. Carbon black, obtained as Black Pearl from Cabot Corp., Boston, MA was 
used as the anode in an amount of 1 .0 g. Platinum wires were connected to the anode and 
cathode and attached to a multimeter. No inert gas was supplied to the anode. Oxygen was 
supplied to the cathode by direct exposure to air. The fiiel cell was heated to 800°C to 

1 5 generate an electric current of 1 0 mW cm - power output with a voltage of 0.248 V. At 1002 
'*C, the fuel cell generated an electric current of 50 mW-cm"^ power output with a voltage of 
0.507 V. 

Exam ple 8: A Molten Slate Electrolyte Fuel Cell - 1 

20 Referring to Fig. 6, a fuel cell having a Pt foil cathode activated with Pt black and an 

electrically conductive carbon rod anode was prepared. The anode was prepared by 
combming carbon powder with a polysaccharide (starch) binder. Carbon black (80 wt %), 
obtained as Black Pearl from Cabot Corp., Boston, MA and starch (20 wt %) were combmed 
and groimd with a mortar and pestle and pressed into a rod of 1 cm diameter having a length 

25 of 10 cm. The carbon rod was heated to 1 000 °C at a rate of 100 ''C/h under a nitrogen 
atmosphere. The electrolyte was lithixmi carbonate purchased from Aldrich, WI. TTie 
components were stored in a ceramic cell housing. The cell housing was placed in a 
controlled heating block and heated up to 900 **C. A 70:30 v:v oxygen/carbon dioxide gas 
flow was bubbled at a rate of 1 0 raL/min through an inlet under the cathode. 



30 
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Example 9: A Molten State FJe^trolvte Fuel Cell - 2 

A fuel cell having an arrangement as described in Example 8 using a NiO cathode was 
prepared by combining NiO powder with lithium oxide in a 1 :0.05 ratio, both NiO and lithixrai 
oxide purchased from Aldrich, Milwaukee, WI. A starch binder (20 wt %) was added and the 

5 mixture was pressed into a rod having a length of 1 0 cm and a diameter of 1 cm. The tube 
was placed in a furnace and heated to 1 100°C at rate of 100°C/h in air. The anode was 
prepared by heating smokeless coal to 1000°C under an inert atmosphere to form coke. The 
coke was crashed and ground into a powder. Coke (80 wt %) and starch (20 wt %) were 
ground with a mortar and pestle and pressed into a 1 0 cm long rod having a diameter of 1 cm. 

10 The carbon anode was heated to lOOO^'C. The electrolyte was lithium carbonate containing 5 
wt % strontium carbonate stored in a ceramic cell housing up to 900 **C. A 80:20 v:v 
air/carbon dioxide gas flow was bubbled at a rate of 1 0 mL/min through an inlet under the 
cathode. 

15 Example 10: a Molten State Flectrolvte Fuel Cell - 3 

A fixel cell having an axxangement as described in Example 8 using a BijOj electrolyte 
purchased from Aldrich, Milwaukee, WI was prepared. The fuel cell had a platinxun foil 
cathode activated with platinum black and an electrically conductive carbon rod anode. 
Carbon black (80 wt %) obtained as Black Pearl from Cabot Corp., Boston, MA and starch 

20 (20 wt %) were ground with a mortar and pestle, molded and pressed into a 10 cm long rod 

having a diameter of 1 cm. The carbon rod was heated to 1000**C at a rate of 100°C/h under a 
nitrogen atmosphere. The components were stored in a ceramic cell housing. The cell 
housing was placed in a controlled heating block and heated up to 11 00 °C. An air flow was 
bubbled at a rate of 1 0 mL/min throxigh an inlet under the cathode. 

25 

Example 11 

A 12 mm diameter electrochemical cell disk from Example 1 consisting of a 30 mm 
thick Lao^Sro ifiMnOa cathode and a 500 mm thick (Zr02),.o(Hf02)o.o2(Y203)o.o8 electrolyte was 
used as a cathode/electrolyte cell in the structure of Fig. 7. Carbon Black, obtained as Black 
30 Pear from Cabot Corp., Boston, MA, was used as the anode in an amoimt of 1 0 grams. 

Platinimi wire was connected to the cathode and graphite rod was connected to the anode and 
attached to a load. Exhaiistive gases produced during run were used to blanket the carbon 
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anode. Air was supplied to the cathode at a rate 20 mL/min. The solid state cathode, 
electrolyte and anode combination was mounted in a structure as shown in Fig. 7 where the 
casing 26 has an inner diameter of 8 mm. The cell was heated to temperatures of 900°C, 
1 000*^0 and 1 lOO'^C to generate an electric current with voltages of 0.87 V, 0.97 V and LOS V 
5 respectively. 

Example 12 

A 1 2 mm diameter electrochemical cell disk from Example 1 consisting of a 30 mm 
thick Lao wSraieMnOa cathode and a 500 mm thick (Zr02)i.o(Hf02)o.o2(Y203)o.o8 electrolyte was 

10 used as a cathode/electrolyte cell in the structure of Fig. 7. On the surface of the electrolyte, a 
thm layer of platinum black 1 0 mm was coated between the electrolyte and the anode carbon. 
Carbon Black, obtained as Black Pear from Cabot Corp., Boston, MA, was used as the anode 
in an amount of 5 grams. Platinum wire was connected to the cathode and graphite rod was 
connected to the anode and attached to a load. Exhaustive gases produced during run were 

15 used to blanket the carbon anode. Air was supplied to the cathode at a rate 20 mL/min, The 
solid state cathode, electrolyte and anode combination was mounted in a structure as shown in 
Fig. 7 where the casing 26 has an inner diameter of 8 mm. The cell was heated to 1 lOOX to 
generate an electric current of 1 80 mw/cm^ power output with a voltage of 1 .06 volts. The 
cell ran continuously for 120 hours between temperatures of 850°C and 1 100**C. 

20 

Those skilled in the art would readily appreciate that all parameters listed herein are 
meant to be exemplary and that actual parameters will depend upon the specific application 
for which the methods and apparatm of the present invention are used. It is, therefore, to be 
understood that the foregoing embodiments are presented by way of example only and that, 
25 within the scope of the impended claims and equivalents thereto, the invention may be 

practiced otherwise than as specifically described. For example, the anode, cathode and solid 
electrolyte can be in various regular or irregular geometric shapes such as cylinders, 
rectangles, five, six, seven, eight or more-sided shapes, planar or curved layers and others. 
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CLAIM? 

1 . An electricity-generating unit comprising: 
a carbon-containing anode; 

an electrolyte in contact with said anode at a first contact surface area, allowing 
passage of oxygen anions to said anode; and 

a solid state cathode in contact with said electrolyte at a second contact surface area, 
for ionizing oxygen to oxygen anions, said unit being operable at a temperature of between 
about 400 °C and about 2000 °C. 

2. An electricity-generating unit, comprising: 
a carbon-containing anode; 

an electrolyte in contact with said anode at a first contact surface area; 

a solid state cathode in contact with said electrolyte at a second contact surface area; 

a heater constructed and ananged to heat said anode to a temperature of between about 
400X and about 2000°C; and 

a source of an oxygen-containing gas positioned to provide said gas to said cathode to 
produce an electrical output of at least about 1 mW cm"^ of said second contact surface area 

3. An electricity-generating unit comprising: 
a carbon-containing anode; 

an electrolyte in contact with said anode at a first contact surface area, allowing 
passage of oxygen anions to said anode; and 

a solid state cathode in contact with said electrolyte at a second contact surfece area, 
for ionizing oxygen to the oxygen anions, said unit being constructed and arranged to be 
continuously operable for at least about 1 0 hours. 

4. The unit as in either of claim 1 or claim 2, wherein said unit is continuously operable 
for at least about 10 hours. 

5. The unit as in claim 3, wherein said unit is operable at a temperature of between about 
400^C and about 2000°C. 
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6. The iinit as in any preceding claim, wherein said unit is operable at a temperature of 
between about 700 °C and about 1200 °C. 

7. The imit as in any preceding claim, wherein said unit is continuously operable for at 
5 least about 25 hours. 

8. The unit as in any preceding claim, wherein said imit is* continuously operable for at 
least about 50 hours. 

10 9. The unit as in any preceding claim, wherein said unit is continuously operable for at 
least about 100 hours. 

10. The unit as in any of claims 1 and 3-9, wherein said unit has an electrical output of at 
least about 1 mW-cm'^ of said second contact surface area 

15 

11. The unit as in any preceding claim, wherein said unit has an electrical output of from 
about 1 mW cm"^ to about 5000 mW cm*^ of said second contact surface area. 

12. The unit as in any preceding claim, wherein said unit has an electrical output of firom 
20 about 10 mW-cm*^ to about 5000 mW cm'^ of said second contact surface area. 

13. The unit as in any preceding claim, wherein said anode comprises conductive carbon 
having a resistivity of between about 1 0"^ ohm-cm to about 1 00 ohm-cm. 

25 1 4. The unit as m any preceding claim, wherein said anode comprises conductive carbon 
having a resistivity of between about 10"^ ohm-cm to about 10 ' ohm-cm. 

15. The unit as in any preceding claim, wherein said anode is a solid material. 
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1 6. The imit as in any preceding claim, wherein said anode is selected from the group 
consisting of graphite, quasi-graphite, coal, coke, charcoal, fullerene, buckminsterfullerene, 
carbon black, activated carbon, decolorizing carbon, other carbons derived from wood and 
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natural biomass and mixtures thereof. 

1 7. The unit as in any preceding claim, wherein said electrolyte is a solid state electrolyte. 

5 18. The unit as in any preceding claim, wherein said electrolyte has an oxygen ion 
conductivity of at least about 0.001 S/cm. 

19. The unit as in any preceding claim, wherein said electrolyte has an oxygen ion 
conductivity of at least about 0. 1 S/cm. 

10 

20. The unit as in any preceding claim, wherein said electrolyte has an oxygen ion 
conductivity of at least about 1.0 S/cm 

21. The imit as in any preceding claim, wherein said electrolyte has an oxygen ion 
15 conductivity of at least about 10 S/cm. 

22. The unit as in any preceding claim, wherein said electrolyte defines a dimension 
therethrough from said first contact surface area to said second contact surface area of 
between about 1 ^m and about 1000 ^m. 

20 

23. The unit as in any preceding claim, wherein said electrolyte defines a dimension 
therethrough from said first contact surface area to said second contact surface area of 
between about 1 jim and about 600 ^m. 

25 24. The unit as in any preceding claim, wherein said electrolyte defines a dimension 
therethrough firom said first contact surface area to said second contact surface area of 
between about 1 ^im and about 100 ^m. 

25. The unit as in any preceding claim, wherein said solid state electrolyte is selected from 
30 the groiq) consisting of a metal oxide and a plurality of metal oxides. 



26. 



The unit as in any preceding claim, wherein said solid state electrolyte has a formula 
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(Zr02)(HfD2X(M'„ OJe(Y203)d(M%Oy)e where a is from 0 to about 0.2, b is from 0 to about 
LO, c is from 0 to about 1.0, d is from 0 to about 0.5, e is from 0 to about 0.15, and at least 
one of a, b, c, d and e is greater than zero, u is from about 0.2 to about 2.0, v is from about 0.2 
to about 2.0, X is an integer greater than 0 and less than or equal to 2, y is an integer greater 
5 than 0 and less than or equal to 3, and M' and M' can be the same or different and each is 
selected from the group consisting of manganese, iron, cobalt, nickel, copper, zinc, calcium, 
cerium, thorium, bismuth, gadolinixmi, samarium and tungsten. 

27. The unit as in any preceding claim, wherein said solid state electrolyte is selected from 
10 the group consisting of (ZrOj), {ZsO^(Y 203)o.o«. (Zr02)(Hf02)o.o2(Y203)o.o8> 

(Zr02)(HfD2)o.o2(Y203)o.o5, (Zr02)(Y203)o.o8(Fe203)o.o5, (Zr02)(Y203)o.os(CoO)o.o5, 
(Zr02)(Y203)o.o8(ZnO)o.o5, (Zr02), (Ce02)o.8(GdO,^)o.2, (Zr02)o.87(CaO)oj3, 
(Zr02)(Y203)o.o8(NiO)o.a5, (Zr02)(Y203)o.o8(CuO)o.o5, and (Zr02)(Y203)o.o8(MnO)o.o5. 

15 28. The unit as in any preceding claim, wherein said electrolyte is a blend comprising 

(Zj02)(HfD2),(M'„Ov)c(Y203)d(M%Oy)e and a maximum of 80% of at least one binder selected 
from the group consisting of water, polyols, polyesters, polysaccharides, polymers and 
solvents prior to sintering. 

20 29. The unit as in any preceding claim, wherein said electrolyte has a melting temperature 
of between about 300 °C and about 2000 °C. 

30. The unit as in any preceding claim, wherein said electrolyte is selected from the group 
consisting of metal carbonate, metal oxide, a plurality of metal carbonates, a plurality of metal 

25 oxides and mixtures thereof. 

3 1 . The unit as in any preceding claim, wherein said electrolyte is selected from the group 
consisting of lithium carbonate, sodium carbonate, potassium carbonate, strontium carbonate, 
barium carbonate, magnesium carbonate, calcium carbonate, berylliimi carbonate, cesium 

30 carbonate, rubidium carbonate, PbCl2-2PbO, PbO, Bi203, Bi205, molybdenum oxide, CsjO, 
CS2O3, SbjOa, Sb204, SbzOj, CuO, CUO2, GeO.. GeO, lithium oxide, palladium oxide, K2O, 
KO2, Na02, NajOj, Rb02, RbzOj, Rb202, SnO, SnOj, tellurium oxide, TI2O, TI2O3, vanadium 
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oxide, AS4O6, AS2O5, InjO, InjOj, and mixtures thereof. 

32. The rniit as in any preceding claim, wherein said solid state cathode has an oxygen 
ionization rate of between about 1 0 * g s * cm"- and about 1 0"^ g s ' -cm 

5 

33 . The unit as in any preceding claim, wherein said solid state cathode has an oxygen 
ionization rate of between about 5 x 1 0"* g s * -cm'^ and about 1 (T* g s * cm 

34. The unit as in any preceding claim, wherein said solid state cathode has an electrical 
10 resistivity of between about 1 0*' ohm-cm and about 1 00 ohm-cm. 

35. The \mit as in any preceding claim, wherein said solid state cathode is selected from 
the group consisting of a metal, a metal oxide, a plurality of metal oxides and mixtures 
thereof. 

15 

36. The unit as in any preceding claim, wherein said solid state cathode is selected from 
the group consisting of platinum, palladium, gold, silver, steel, copper, nickel, cobalt, 
titanium, vanadium, chromium, iron, zirconium, rhodium and osmium. 

37. The unit as in any preceding claim, wherein said solid state cathode has a formula 
La^MnyA^BbCeOd where A is an alkaline earth metal, B is selected from the group consisting 
of scandium, yttrium and a lanthanide metal, C is selected from the group consisting of 
titanium, vanadium, chromium, iron, cobalt, nickel, copper, zinc, zirconium, bismuth, 
hafcium, aluminum and antimony, x is from 0 to about 1.05, y is from 0 to about 1, a is from 
0 to about 0.5, b is from 0 to about 0.5, c is from 0 to about 0.5 and d is between about 1 and 
about 5, and at least one of x, y, a, b and c is greater than zero. 

38. The unit as m any preceding claim, wherein said solid state cathode is selected from 
the group consisting of LaMnOs, Lao wSraiftMi^Oa* Lao wCao ieMnOa, Lao ^Bao idMnOj, 

30 Lao.«Sroj5Mno.8COoj03, Lao.79Sro.i6Mno.85COo.15O3, Lao.84Sro.i6Mno.gNioj203, 
Lao.84Sro.i6Mno.8Feo.2O3> 

Lao.g4Sro.i6Mno.8Ceo.2O3, Lao.84Sro.,6Mno.8Mgo.203, Lao.84Sro.i6Mno.8Cro.2O3, Lao.6Sro.35Mno.8Alo.2O3, 



20 



25 
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LaoMScoifiMnOj, and LaowYojeMnOa. 

39. The unit as in any preceding claim, wherein said solid state cathode is a physical 
mixture of LaJ^foyA^BAOd and (Zr02)(HfD2),(Y203)f at a ratio from 1 : 0 to about 1 : 2 
where e is from 0 to about 0.2 and f is from 0 to about 0.5. 

40. The unit as in any preceding claim, wherein said physical mixture further comprises a 
bindmg reagent selected from the group consisting of water, polyols, polyesters, 
polysaccharides, polymer and solvents prior to sintering. 

41 . The unit as in any preceding claim, wherein said solid state cathode has a formula 
LijjVl,.^ where M is a metal selected from the group consisting of nickel and cobalt and x is 
from 0 to about 0.25. 

42. The unit as in any preceding claim, wherein said solid state cathode is CraOj. 

43. The unit as in any preceding claim, wherein said solid state cathode has a thickness of 
at least about 1 \uxl 

44. The unit as in any preceding claim, further comprising a substrate in contact with said 
solid state cathode at a surfece other than said second contact surface area, for providing 
support to said cathode. 

45. The unit as in claim 44, wherein said substrate is selected from the group consisting of 
Al A; TiOz; ZrOj; zirconia stabilized by CaO; zirconia stabilized by Y2O3; platinum; 
palladium; gold; silver; steel; copper; nickel; cobalt; titanium; vanadium; chromium; iron; 
zirconium; rhodium; osmium; La^MnyAJBbCcOj where A is an alkaline earth metal, B is 
selected from the group consisting of scandium, yttrium and a lanthanide metal, C is selected 
from the group consisting of titanium, vanadium, chromium, iron, cobalt, nickel, copper, zinc, 
zirconium, bismuth, hafiiium, aluminum and antimony, x is from 0 to about 1.05, y is from 0 
to about 1, ais from 0 to about 0.5, b is from 0 to about 0.5, c is from 0 to about 0.5 and d is 
between about 1 and about 5, and at least one of x, y, a, b and c is greater than zero; LaMnOa; 
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Lao.«4Sro.i6Mn03; LaowCaoieMnOa; Lao.MBao.iAMn03; Lao.65Sro35Mno.8COo.2O3; 
Lao.79Sroj6Mno.85Coo.,503; Lao.84Sro.,6Mno.8Nio.203; Lao.84Sro.,6Mno.8Feo.203; 
Lao.84Sroj6Mno.8Ceo:i03; Lao.84Sro.i6Mno.8Mgo.2O3; Lao.84Sro.i6Mno.8Cro.2O3; 
Lao.,Sro.35Mno.8Alo^03; Lao.84Sco.,6Ma03; Lao.84Yo.,6Mn03; and a physical mixture of 
La,MnyA3BbC,0d and (Zr02)(Hf02)e(Y203)f at a ratio from 1 : 0 to about 1 : 2 where e is from 
0 to about 0.2 and f is from 0 to about 0.5. 

46. The unit as in any preceding claim, fiirther comprising a source of an inert gas to 
isolate said anode from a surrounding environment. 

47. The unit as in any preceding claim, fiirther comprising a source for directing an 
oxygen-containing gas flow to said soUd state cathode. 

48. The unit as in any preceding claim, fiirther comprising an urging device in operative 
relationship to said anode and acting to increase said first contact surface area. 

49. The unit as in claim 48, wherein the said urging device is selected from the group 
consisting of a mechanical device, an electromagnetic device, an electrical device, a 
centrifugal device, a gravitational device and a hydraulic and pneumatic device. 

50. The unit as m either clann 48 or 49, wherein said urging device is selected from the 
group consisting of a clamp, a spring, a stepping motor, a relay and a magnet, 

5 1 . The unit as in any precedmg claim, fiirther comprismg a heater positioned to heat at 
least a portion of said unit to a temperature of between about 400 **C and about 2000°C. 

52. The unit as in any precedmg claim, wherein said unit is capable of a voltage of at least 
about 0.1 volts. 



53. The unit as m any preceding claim, wherem said unit is capable of a volt^e of at least 
about 0.5 volts. 
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54. The unit as in any preceding claim, wiierein said unit is capable of a voltage of at least 
about 1.0 volts. 

55. The unit as in any preceding claim, further comprising a metal layer positioned on said 
first contact surface area for catalyzing a reaction between carbon ions and oxygen ions, the 
metal being imreactive with said carbon-containing anode. 

56. The unit as m claim 55, wherein the metal layer is selected from the group consisting 
of platinum, rhodixmi and palladium. 

57. The unit as in either claim 55 or claim 56, wherein the metal layer has a thickness of 
less than about 5000 jim. 

58. The unit as in claim 57, wherein the metal layer has a thickness of less than about 1 0 
^m. 

59. A method for generating electricity in a unit, said method comprising: 
providing a carbon-containing anode; 

providing an electrolyte m contact with said carbon-contaming anode at a first contact 
sur&ce area; 

providmg a solid state cathode in contact with said electrolyte at a second contact 
surface area; 

e}qx>sing said cathode to an oxygen-containing gas flow; and 
heating said unit to a temperature of between about 400 and about 2000 ''C to 
produce an electrical output of at least about 1 mW cm'^ of said second contact surface area. 

60. A method as in claim 59, wherein said electrolyte is provided as a solid state 
electrolyte. 

61 . A method as in either claun 59 or claim 60, wherein said solid state electrolyte is 
deposited onto said cathode at said second contact surface area by a method selected from the 
group consisting of screen-printing, painting, spraying, dipping, pressing, ion deposition. 
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electron beam evaporation, green tape and sintering, plasma deposition, electrochemical vapor 
deposition, laser deposition and thermal deposition. 

62. A method as in any of claims 59-61 , said anode being in solid form, the method 

5 further comprising m-ging said anode solid into contact with said electrolyte to increase said 
first contact surface area. 

63. A method as in any of claims 59-62, said anode being in particle form, the method 
fiirther comprising urging said anode particles into contact with said electrolyte to increase 

10 said first contact surface area. 

64. A method as in either claim 62 or claim 63, wherein said urging is aided by gravity. 

65. A method as in either claim 62 or claim 63, wherein said urging is executed by a 
15 clamp. 

66. A method as in either claim 62 or claim 63, wherein said urging is executed by a 
spring. 

20 67. A method as in either claim 62 or claim 63, wherein said urging is executed by a 

device selected firom the group consisting of a mechanical device, an electromagnetic device, 
an electrical device, a centrifiigal device, and a hydraulic and pneumatic device. 



25 



68. A method as in claim 67, wherein said device is selected Scorn the group consisting of 
stepping motors, relays and magnets. 
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